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Introduction 

Wear was a critical problem caused by the sharp and jagged lunar dust particles during the Apollo 
missions of the 1960s and 1970s (Ref. 1). Lunar dust particles abraded the spacesuits of the Apollo 
astronauts and scratched their visors making it difficult to see. Additionally, evidence was collected that 
exhaust from retrograde rockets, fired by spacecraft landing on the Moon, accelerated lunar dust particles 
to high velocities causing erosive wear to nearby lunar structures. This evidence was provided by the 
Apollo 12 mission which landed approximately 155 m away from the Surveyor 111 lunar probe. The crew 
of Apollo 12 returned material coupons of the Surveyor 111 lunar probe back to Earth and they were 
analyzed by several investigators (Ref. 2). Most recently, Immer et al. (Ref. 3) analyzed the coupons and 
observed pitting and scouring that were indicative of erosive wear damage to the surface of the Surveyor 
111 lunar probe. Understanding the effect that lunar dust erosive wear can have on lunar hardware is 
critical for future plans to return to the Moon. In particular, optical components such as solar 
concentrators, lenses, and mirrors, are uniquely susceptible to such damage. The change in surface 
roughness caused by lunar dust particle impingement on these components can affect their reflectance and 
transmittance resulting in severe losses in performance (Ref. 4). Solar concentrators are devices which 
collect sunlight over large areas and focus the light into smaller areas for the purposes of heating and 
energy production. In the current work, a laboratory-scale solar concentrator was subjected to erosive 
wear by the JSC-1AF lunar dust simulant. The concentrator was focused on a photovoltaic cell and the 
degradation in electrical current, due to the erosive wear, was measured. 


Experimental Methods 

Erosive wear tests were conducted in the Erosion Laboratory at the NASA Glenn Research Center. A 
TOPAS Solid Aerosol Generator was used to aerosolize the particles. A laboratory-scale solar 
concentrator was created by using a stainless-steel parabolic dish that was approximately 4 in. in 
diameter. 

Aerosolized JSC- 1AF lunar dust simulant particles were accelerated toward the solar concentrator by 
a secondary fast-moving air stream. Each quarter of the concentrator received 4 minutes of exposure to 
erosive wear. After being exposed to erosive wear, the concentrator was gently cleaned with a solvent. A 
dual-disc tool was used to determine that the average impact velocity of the particles in the current study 
was approximately 105 m/s. The 105 m/s impact velocity in the current study is moderate compared to the 
numerical predictions of Lane et al. who estimated particle velocities in excess of 1000 m/s (Ref. 5) in 
lunar conditions. The results in the current study represent a less-severe scenario than what may be 
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experienced on the lunar surface. Even at the moderate velocities used in this study, these tests provide 
important data which can help to determine the susceptibility of lunar hardware to performance 
degradation when exposed to lunar dust erosive wear. A photovoltaic (PV) cell was used to determine the 
effectiveness of the solar concentrator by measuring the electrical current output before and after erosion. 
A schematic of the test setup is provided in Figure 1. 

Results and Discussion 

In this section, a quantitative comparison of the effect of erosive wear on the solar concentrator is 
presented. Portions of the concentrator were masked so that the effect of progressive exposure to lunar 
dust on the concentrator could be observed. Figure 2, an image of the fresh, non-eroded, concentrator is 
displayed along with a concentrator that has been half-eroded. 



Figure 1. — Schematic of the concentrator and PV cell configuration. 



(a) (b) 

Figure 2. — Photographs displaying light reflected from the concentrator during test (a) fresh 
concentrator (b) half-eroded concentrator. 
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Fresh Half-Eroded 


Figure 3. — Electric current output from PV cell for different 
areas of erosive wear exposure to the concentrator. 


It can be seen in Figure 2, that the non-eroded concentrator reflects light more uniformly than the 
half-eroded concentrator. On the half-eroded concentrator (Figure 2(b)), the distinction between the 
eroded region and the non-eroded region is clear. It is believed that this distinction is evident because the 
reflectance from the non-eroded portion of the concentrator in Figure 2(b) is more specular in nature and 
directs most reflected light toward the PV cell. In contrast, the reflectance from the eroded portion of the 
concentrator is more diffuse and scatters incident light. This also explains why the eroded portion of the 
concentrator in Figure 2(b) is “bright” as diffuse reflectance directs more light toward the camera than the 
specular reflectance of the non-eroded region. 

Electrical power production is higher when more incident light is reflected from the concentrator 
toward the PV cell. To understand the effects that the erosive wear can have on the efficiency of the 
concentrator, the current output for the two scenarios depicted in Figure 2 is compared in Figure 3. In 
Figure 3, it is shown that the current output from the non-eroded concentrator is 12.1 mA while the 
current from the eroded concentrator is 7.2 mA. This reduction in electrical current output represents a 
40 percent decrease from the PV cell and would be significant for a future lunar mission. 

Conclusion 

In this work, erosive wear tests were conducted using the JSC-1AF lunar simulant to assess the 
potential for lunar dust erosion to degrade the performance of solar concentrators on the Moon. 
Qualitatively, the surface’s optical properties changed as the eroded surface reflected light in a more 
diffuse manner instead of directing light toward to the photovoltaic (PV) cell. Quantitatively, it was clear 
that the eroded concentrator was able to produce significantly less electrical current when paired with the 
PV. The results from this study indicate the need for a better understanding of lunar dust erosive wear on 
critical surfaces of lunar hardware. The changes in electrical performance presented in this work were 
significant even for moderate impact velocities and short test durations. The high-velocity impacts in 
lunar conditions and long-term exposure to lunar dust erosive wear may significantly exacerbate the 
effect. It is believed that lunar temperatures, the lunar vacuum, and lunar surface chemistry may have an 
effect on this phenomenon and more research is needed in these areas. Understanding erosive wear 
damage on the Moon is critically important for optical surfaces, such as mirrors and lenses, and solar 
concentrators. 
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